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(54) METHOD FOR PRODUCING GAS GENERATING AGENT 



(57) The present invention provides a process for 
producing a gas generating agent capable of constantly 
producing a gas generating agent with a high quality. 

The process for producing a gas generating agent 
comprises the first step of feeding nitroguanidine, a ba- 



sic copper nitrate and guar gum and stirring and mixing 
them in the presence of moisture, the second step of 
extrusion-molding and cutting the mixture, and the third 
step of drying it. 
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Description 

Technical Field to Which the Invention Belongs 

[0001] The present invention relates to a process for 
producing a gas generating agent particularly suitable 
for use in inflators for airbags installed in vehicles. 

Prior Art 

[0002] Known inflators in an inflatable type safety sys- 
tem (airbag system) for automobiles include a pyrotech- 
nic inflator expanding an airbag only with a gas gener- 
ated by combustion of a gas generating agent, a hybrid 
inflator expanding an airbag by pushing out a pressu- 
rized gas charged previously with a heat and pressure 
generated by combustion of a gas generating agent, 
and further, an inflator using the both in combination. 
[0003] The gas generating agent used in these infla- 
tors is demanded to have various properties such that 
toxic components in a gas generated by combustion is 
restricted to be minimum, that good thermal stability is 
maintained with a passage of time, and that generation 
of mists is restricted to be minimum, etc., which are in- 
fluenced by the composition of the starting components. 
Accordingly, in production of the gas generating agent, 
it is important to consistently provide the article having 
these properties, and it will be more desirable if the pro- 
duction process can also contribute to these properties 
[0004] US-A 5,487,851 and US-A 5,565,150 are 
known as relevant prior arts, but use of organic solvents 
is essential for inventions described in these patent 
specifications. Therefore, there is a problem in safety 
because the possibility of occurrence of fires cannot be 
eliminated, and there is also a problem with recovery of 
organic solvents and deterioration in the working atmos- 
phere. In addition, US-A 5,670,098 discloses a method 
of producing black powder. 



and mixing the starting components in the presence of 
moisture by a screwed twin-shaft extruder. 
[0009] A composition of the starting components to 
which the process of the invention is applied is not par- 

5 ticularly limited. It is preferable that the fuel is a guani-; 
dine derivative and the oxidizing agent is a basic metal' 
nitrate and further an additive is included as two or more . 
starting components. It is more preferable that the com-; 
position of the starting components contains nitroguani-' 

10 dine, a basic copper nitrate and guar gum. 

[0010] The process of the present invention can also 
be applied to either of a batchwise system in which a 
plurality of steps are conducted in different procedures, 
or a continuous system in which a plu rality of steps from 

15 the step of mixing the starting components up to the step 
of molding and cutting the article are conducted in a sin- 
gle procedure. 

[0011] Further, the present invention provides a gas 
generating agent obtained by feeding two or more com- 
20 ponents containing fuel and an oxidizing agent and mix- 
ing and molding them in the presence of a solvent, said 
gas generating agent having one, two or three require- 
ments selected from the following requirements (x) (v) 
and (z): ~ " vyy 

25 

(x) a shape of the molded article is in the form of a 
single-perforated cylinder or a perforated (porous) 
cylinder, 

(y) a reduced mass ratio of the molded article after 
30 being maintained at 110°C for 400 hours is 1% or 
less, and 

(z) a mass reduction by heating of the molded article 
is not more than 0.7% by weight. 



Disclosure of Invention 

[0005] An object of the invention is to provide a proc- 
ess for producing a gas generating agent which can re- 
liably and stably exhibit properties required of its starting 
composition. 

[0006] The other object of the invention is to provide 
a gas generating agent obtained by a specific process. 
[0007] The present invention provides a process for 
producing a gas generating agent ; comprising the first 
step of feeding two or more starting components con- 
taining fuel and an oxidizing agent and stirring and mix- 
ing them in the presence of moisture, the second step 
of extrusion-molding the mixture and cutting it, and the 
third step of drying it. 

[0008] Further, the present invention provides a proc- 
ess for producing a gas generating agent comprising 
two or more starting components containing fuel and an 
oxidizing agent, which comprises the step of kneading 



35 [0012] In the present invention, the "moisture" means 
the sum of a moisture initially present in the two or more 
starting components and a moisture fed to the starting 
components. 

[0013] The "mass reduction by heating" means the re- 
^o duced mass of a molded article of the gas generating 
agent after being kept at 120°C for 120 minutes when 
a moisture is used as the solvent, and this reduced mass 
ratio essentially means a reduction in the moisture, 
which is determined by a halogen moisture meter. When 
45 an organic solvent other than moisture is used as the 
solvent, the boiling point of the organic solvent should 
be taken into consideration, and simultaneously the 
temperature and time achieving the desired mass re- 
duction by heating are determined such that the finally 
50 obtained gas generating agent can satisfy qualities re- 
quired of the article. 

[0014] According to the process of the present inven- 
tion, there can be constantly provided a high-quality gas 
generating agent. 

55 

Preferred Embodiment of the Invention 

[001 5] The process for producing the gas generating 



2 



3NSDCC!D'<EP 1279655A1 I > 



3 



EP 1 279 655 A1 



4 



agent of the present invention comprises the first, sec- 
ond and third steps described above, and a procedure 
ordinarily carried out in producing a gas generating 
agent by those skilled in the art can be additionally car- 
ried out before and after each of the steps described 5 
above. Unless otherwise specified, each step described 
below can be applied to both batch and continuous sys- 
tems. 

[001 6] The first step is the step of feeding two or more 
starting components containing fuel and an oxidizing 
agent and stirring and mixing them in the presence of 
moisture. In the treatment in the first step, any of the 
following methods can be suitably selected as the meth- 
od of feeding two or more starting components and 
moisture. 

(i) A method in which each of the two or more start- 
ing components are fed with a necessary amount 
of moisture and then mixed. 

(ii) A method in which two or more starting compo- 
nents and a necessary amount of moisture are si- 
multaneously fed and then mixed. 

(iii) A method in which two or more starting compo- 
nents are mixed and simultaneously fed with a nec- 
essary amount of moisture. 

(iv) A method in which two or more starting compo- 
nents are preliminarily mixed, then fed with a nec- 
essary amount of moisture, and further mixed. 

(v) A method in which, in the methods (i) to (iv), a 
necessary amount of water is fed by spraying. 

[0017] In the first step, an aqueous solution, water, 
water vapor, and mixture of two or three thereof can be 
used as the moisture to be fed. The aqueous solution is 
an aqueous solution of a soluble component in the two 
or more starting components, for example an aqueous 
solution of a water-soluble binder. 
[0018] The aqueous solution, water and water vapor 
are preferably those having an electrical conductance 
of not higher than 2 u,S/cm wherein metal ions, for ex- 
ample alkali metal ions such as Na, K, Li, etc., alkaline 
earth metal ions such as Mg, Ca, etc., and other metal 
ions are reduced, more preferably ion-exchanged water 
and/or distilled water. Water, etc. not containing metal 
ions as described above are used for the following rea- 
son; for example, when moisture contains Na ions as 
metal ions, the Na ion can form NaOH which can remain 
in the gas generating agent to cause decomposition of 
the starting components such as fuel, etc. by hydrolysis 
reaction, which may result in a deterioration in the ther- 
mal stability of the gas generating agent itself. 
[0019] An amount of moisture added in the first step 
is determined in consideration of an amount of the mois- 
ture contained initially in the starting components used, 
and, preferably, an amount of moisture in the mixture of 
the starting components at the time of mixing is adjusted 
to 5 to 60% by weight. When the batch system is em- 
ployed, preferably, an amount of moisture is 30 to 60% 



by weight more preferably 30 to 40% by weight. When 
the continuous system is employed, preferably, an 
amount of moisture is 10 to 30% by weight, more pref- 
erably 1 0 to 20% by weight. 

[0020] When an amount of moisture at the time of mix- 
ing is lower than the upper limit, the adjustment of mois- 
ture can be facilitated and simultaneously productivity 
can also be improved. When an amount of moisture is 
higher than the lower limit, the mixing operation can be 
carried out smoothly and a preferable binder effect can 
be given, thus facilitating the molding procedure and 
preventing cracking of the molded article or significant 
roughness of the surface of the molded article. 
[0021 ] Conditions of mixing two or more starting com- 
ponents with moisture in the first step are that a mixing 
temperature is preferably 20 to 1 00° C, more preferably 
40 to 80°C, and a mixing time is preferably 10 to 120 
minutes, more preferably 30 to 60 minutes in the batch 
system, or preferably 1 to 10 minutes in the continuous 
system. 

[0022] When the process of the invention is carried 
out in the batch system, part of the moisture can be re- 
moved by volatilization while the components are 
mixed, and after the components are mixed, part of the 
moisture can also be removed by volatilization. 
[0023] At the time of removing part of moisture by vol- 
atilization, the moisture can be removed by volatilization 
at a higher temperature by preferably 0 to 80°C, more 
preferably 10 to 30°C. Further, in case of removing part 
of moisture by means of volatilization to facilitate treat- 
ments in later steps, an amount of the moisture in the 
mixture of the starting components is adjusted to pref- 
erably 5 to 30% by weight, more preferably 10 to 30% 
by weight, still more preferably 1 0 to 20% by weight. 
[0024] When two or more materials and moisture are 
mixed in a mixer in the first step, a method of degassing 
through a vent hole of the mixer, if required, under suc- 
tion can be used as a method of removing part of the 
moisture. 

[0025] When the process of the invention is carried 
out in the batch system, cooling treatment can be addi- 
tionally carried out to facilitate handling in the post-step 
(aging treatment) after part of the moisture is removed 
by volatilization under mixing as described above. In this 
cooling treatment, a temperature of the mixture is re- 
duced to preferably 30 to 65°C, more preferably 30 to 
50°C after cooling. 

[0026] The cooling method is not particularly limited, 
but when two or more starting components and moisture 
are mixed in a mixer in the first step, such a method can 
be employed that reverse rotation and forward rotation 
of stirring are suitably combined. When one stirrer is 
used, the "reverse rotation" or "forward rotation" means 
that the stirring direction (rotating direction) is made dif- 
ferent. And when two stirrers are used, the "reverse ro- 
tation" means that one (e.g. the left stirrer) of the two 
adjacent stirrers is rotated in the clockwise direction and 
the other (the right stirrer) is rotated in the anticlockwise 
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direction, while the "forward rotation" means that the left 
stirrer is rotated in the anticlockwise direction and the 
right stirrer is rotated in the clockwise direction. 
[0027] When the process of the invention is carried 
out in the batch system, a step of aging the mixture can 
be additionally carried out between the first and second 
steps, in order not to make uneven parts in temperature 
and moisture of the mixture and further, in order to reg- 
ulate the temperature so as to facilitate extrusion mold- 
ing. 

[0028] The aging treatment is carried out by keeping 
the mixture preferably at 30 to 50°C, more preferably at 
35 to 45°C and preferably for 8 hours or more, more 
preferably 16 hours or more. 

[0029] The aging treatment can be carried out in the 
mixing machine used in the first step or it can be carried 
out after transferring the mixture to another container 
which is capable of maintaining the mixture under pre- 
determined conditions. 

[0030] The second step is a step of extrusion-molding 
and cutting the mixture, obtained in the first step from 
two or more starting components and moisture. When 
the batch system is employed, the mixture after the first 
step or the subsequent aging step is extrusion-molded 
by an extruder. 

[0031] Extrusion-molding is not particularly limited, 
and a method of molding at one stage or a method of 
molding at two or more divided stages including pre- 
molding can be used. In case of one-stage molding, a 
molding pressure is preferably 70 MPa or less, more 
preferably 60 MPa or less. And in case of two-stage 
molding, a pre-molding pressure is preferably 70 MPa 
or less, more preferably 60 MPa or less, and further, a 
molding pressure is preferably 70 MPa or less, more 
preferably 60 MPa or less. 

[0032] In the first step, an amount of moisture in the 
mixture of the starting components before extrusion- 
molding is preferably adjusted to 5 to 30% by weight, 
more preferably 10 to 30% by weight, still more prefer- 
ably 1 0 to 20% by weight. When an amount of moisture 
in the mixture of the starting components at extrusion- 
molding is less than 5% by weight, additional moisture 
is desirably added to adjust an amount of moisture to 
the above range. 

[0033] When an amount of moisture at extrusion- 
molding is less than the upper limit, a molding procedure 
is made easy and a molded article is not deformed. 
When an amount of moisture is higher than the lower 
limit, a preferable binder effect can be given, thus facil- 
itating a molding procedure and preventing cracking of 
a molded article or significant roughness of the surface 
of a molded article. 

[0034] In a cutting procedure, the article is cut into 
pieces to meet required standards by a cutting machine 
or a cutting machine connected to the extrusion-molding 
machine. 

[0035] The third step is a step of drying the molded 
article which is extrusion-molded and cut in the second 



step. In the batch and the continuous system, the drying 
treatment is carried out in a drying oven. 
[0036] The drying treatment is carried out such that 
an amount of moisture in the gas generating agent is 

5 reduced to be preferably 0.5% by weight or less, more 
preferably 0.3% by weight or less. 
[0037] The drying method is not particularly limited, 
and a method of drying at one stage or a method of dry- 
ing at two or more divided stages including pre-drying 

10 can be employed. Preferably, one-stage drying is* car- 
ried out at a temperature of 80 to 1 20°C , more preferably 
90 to 11 0°C, And in case of two-stage drying, pre-drying 
is carried out preferably at 20 to 40°C, morepreferably 
at 25 to 35°C, and then, drying is carried out preferably 

15 at 80 to 120°C, more preferably at 90 to 110°C. 

[0038] The classification step of regulating the size of 
the gas generating agent can be additionally carried out 
after the third step by sifting the gas generating agent. 
[0039] The treatment in the above-described steps in 

20 the process of the invention can be carried out, for ex- 
ample, by a combination of a mixer, a container for ag- 
ing, an extruder, a cutting machine and a drying oven in 
case of the batch system, and by a combination of a 
twin-screw kneading and mixing extruder, a cutting ma- 

25 chine (pelletizer) and a drying oven in the case of the 
continuous system. 

[0040] When the continuous system is employed, it is 
preferable to use a twin-screw extruder in the first step 
(kneading and mixing step). 

30 [0041] When the screwed twin-shaft extruder is used 
in the kneading and mixing step, a desired die can be 
attached to an extrusion orifice of the screwed twin-shaft 
extruder, and by changing a shape of the die hole, a 
molded article of desired shape in the form of a pellet, 

35 a single-perforated cylinder or a perforated (porous) cyl- 
inder can be obtained. For example, in order to obtain 
a molded article in the form of a single-perforated or per- 
forated (porous) cylinder, a die consisting of a combina- 
tion of a pin and a bushing is used. 

40 [0042] After the article is thus molded in the kneading 
and mixing step, the molded article can be subjected to 
cutting at the outlet of the die in the subsequent step 
linked with extrusion-molding, or once formed into a plu- 
rality of molded articles in a stand form and then sub- 

45 jected to cutting. 

[0043] When a screwed twin-shaft extruder is used, 
an amount of moisture in the mixture in the starting com- 
ponents inside the extruder is preferably 5 to 60% by 
weight, more preferably 1 0 to 30% by weight, still more 

so preferably 10 to 20% by weight. For the same reason 
as in the preferable range of an amount of the moisture 
at extrusion-molding, moisture in the extruder is regu- 
lated by degassing through a vent hole and the like so 
that an amount of moisture in the die attached to the 

55 extruder is reduced to be preferably 5 to 30% by weight, 
more preferably 10 to 30% by weight, still more prefer- 
ably 10 to 20% by weight. 

[0044] In the process of the invention, it is possible to 
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use (aH uel and ( b) an oxidizing age nt and (c) an additive 
if required as the two or more starting components. In 
this case, the content of the starting components in the 
following description is shown on a dry-weight basis. 
[0045] As the fuel as component (a)£a nitrogen-con- 
taining compound which is generally used as fuel in a 
gas generating agent can be used. The nitrogen-con- 
taining compound can includ e one or atj east twoselect-, 
ed from the group consis ting of tetrazole derivatives 
such as 5-aminotetrazole and trie like, bitetrazble, deriv- 
atives such as bitetrazole diammonium salt and the like, 
triazole derivatives such as 4 : aminotriazole and the like, 
guaniaMne_dej^ 
_ nidine, guanidine nitrate jand the like, triazine derivatives 
such as trihydrazinotriazine and the like, oxamide, am- 
monium oxalate, azodicarbonamide, hydrazodicarbon- 
amide and the like. 

[0046] The guanidine derivatives can include at least 
one selected from the group consisting of guanidine, 
mono-, di- andtri-jamjnoquanidine nitrates, guanidine ni- 



10- 



M(N0 3 ) y nM(OH) z or M x . (N0 3 ) . (OH) 2 



20 



.n-J 
ind/ 



trate, guanidine carbonate, nitroguanidine (NQ), dicya 
diamide (DCDA) and nitroaminoguanidine nitrate, an 
among these, nitroguanidine and dicyandiamide are 
preferable. ' 
[0047] The oxidizing agent used as the component (b), . \25 
can be one or at least two selected from the group con- 
sisting of nitrates such as basic metal nitrates, alkali 
metal nitrates and alkaline earth metal nitrates such as 
strontium nitrate, oxygen acid salt, metal oxides, metal 
complex oxides, metal hydroxides and metal peroxides. 
[0048] The basic metal nitrates are a series of com- 
pounds represented by the formula below. Some com- 
pounds contain hydrates thereof, too. 



30 



35 



wherein M represents a metal, x' represents the number 
of metals, y and y' each represent the number of N0 3 
ions, z' represents the number of OH ions, and n repre- 40 
sents a ratio of M(OH) 2 moiety to M(N0 3 ) y moiety. 
[0049] Examples of the compound corresponding to 
the above formula includes one or at least two selected 
from the group consisting of basic copper nitrates 
[(BCN)Cu 2 (N0 3 ) (OH) 3 , Cu 3 (N0 3 ) (OH) 5 -2H 2 0], basic 45 
cobalt nitrate [Co 2 (N0 3 ) (OH) 3 ], basic zinc nitrate [Zn 2 
(N0 3 ) (OH) 3 ], basic manganese nitrate [Mn(N0 3 ) 
(OH) 2 ], basic iron nitrate [Fe 4 (N0 3 ) (OH)^ 2H 2 0], basic 
molybdenum nitrate, basic bismuth nitrate [Bi(N0 3 ) 
(OH) 2 ] and basic cerium nitrate [Ce(N0 3 ) 3 (OH) 3H 2 0] 50 
containing copper, cobalt, zinc, manganese, iron, mo- 
lybdenum, bismuth or cerium as a metal M, and among 
these, a basic copper nitrate is preferable. 
[0050] The basic copper nitrate has, in comparison 
with ammonium nitrate as an oxidizing agent, an excel- 55 
lent thermal stability because no phase transition occurs 
in the range of the use temperature and a melting point 
is high. Further, since the basic copper nitrate acts to 



decrease a combustion temperature of a gas generating 
agent, amounts of nitrogen oxides generated can be de- 
creased. 

[0051] The oxy acid salt includes nitrates, nitrites, 
chlorates and perchlorates of ammonium, alkali metal, 
alkaline earth metal, alkaline earth metal complex, tran- 
sition metal or transition metal complex. 
[0052] The metal oxides, metal complex oxides and 
metal hydroxides include oxides, complexes or hydrox- 
ides of copper, cobalt, iron, manganese, nickel, zinc, 
molybdenum or bismuth. 

[0053] The metal peroxides include peroxides of mag- 
nesium, calcium or strontium, for example Mg0 2 , Ca0 2 , 
Sr0 2 , etc. 

[0054] When the gas generating agent comprises (a) 
fuel and (b) an oxidizing agent, a content of the compo- 
nent (a) is preferably 5 to 60% by weight, more prefer- 
ably 15 to 55% by weight. A content of the component 
(b) is preferably 40 to 95% by weight, more preferably 
45 to 85% by weight. 

[0055] One preferable embodiment in case of includ- 
ing the components (a) and (b) includes one comprising 
(a) biterazole diammonium salt and (b) a basic copper 
nitrate. In this case, contents are preferably 5 to 60% by 
weight, preferably 1 5 to 55% by weight, more preferably 
1 5 to 45% by weight or 1 5 to 35% by weight of (a) bitetra- 
zole diammonium salt, and 40 to 95% by weight, pref- 
erably 45 to 85% by weight and more preferably 55 to 
85% by weight or 65 to 85% by weight of (b) a basic 
copper nitrate. 

[0056] Other preferable embodiment of the gas gen- 
erating agent including the components (a) and (b) can 
be one comprising (a) n itrog u an idine and_(b) a basic 
^copper njtrate.. In fhlsTcase, contents are preferably 30 
to 70% b\rweight, preferably 40 to 60% by weight of (a) 
nitroguanidine, and 30 to 70% by weight, preferably 40 
to 60% by weight of (b) a basic copper nitrate. 
[0057] Still other preferable embodiment of the gas 
generating agent inclusing the components (a) and (b) 
can be one comprising (a) dicyandiamide and (b) a basic 
copper nitrate. In this case, contents are preferably 15 
to 30% by weight of (a) dicyandiamide and 70 to 85% 
by weight of (b) a basic copper nitrate. 
[0058] As th e additive as compo n ent (C), at least one 
selected from the group consisting of carboxymethyl 
cellulose (CMC), carboxymethyl cellulose sodium salt 
(CMCNa), carboxymethyl cellulose potassium salt, car- 
boxymethyl cellulose ammonium salt, acetate cellulose, 
cellulose acetate butyrate (CAB), methyl cellulose (MC), 
ethyl cellulose (EC), hydroxyethyl cellulose (HEC), ethyl 
hydroxyethyl cellulose (EHEC), hydroxypropyl cellulose 
(HPC), carboxymethyl ethyl cellulose (CMEC), fine 
crystalline cellulose, polyacrylamide, aminated polyacr- 
ylamide amide, polyacryl hydrazide, acrylamide-metal 
acrylate copolymers, copolymer of polyacrylamide and 
polyacrylate ester compound, polyvinyl alcohol, acrylic 
rubber, guar gum, starch, silicone, molybdenum di- 
sulfide, Japanese acid clay, talc, bentonite, diatoma- 
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ceous earth, kaolin, calcium stearate, silica, alumina, 
sodium silicate, silicon nitride, silicon carbide, hydrotal- 
cite, mica, nitrates (KN0 3 , NaN0 3 , etc.), perch lorates 
(KCI0 4 , etc.), metal oxides, metal hydroxides, metal 
carboxylates, basic metal carbonates and molybdates 
can be proposed. 

[0059] As the metal oxide, at least one selected from 
the group consisting of copper oxide, iron oxide, zinc 
oxide, cobalt oxide, manganese oxide, molybdenum ox- 
ide, nickel oxide and bismuth oxide can be proposed. 
As the metal hydroxide, at least one selected from the 
group consisting of cobalt hydroxide and aluminum hy- 
droxide can be proposed. As the metal carboxylate or 
basic metal carboxylate, at least one selected from the 
group consisting of calcium carbonate, cobalt carbon- 
ate, basic zinc carboxylate, basic copper carbonate, ba- 
sic cobalt carbonate, basic iron carbonate, basic bis- 
muth carbonate and basic magnesium carbonate can 
be proposed. As the molybdate, at least one selected 
from the group consisting of cobalt molybdate and am- 
monium molybdate can be proposed. These com- 
pounds can act as slag-forming agents and/or binders. 
The binder in the form of aqueous solution in 1 % by 
weight preferably has a viscosity of 1 00 to 1 0,000 m Pas. 
[0060] To improve the ignitability of the gas generating 
agent, the carboxymethyl cellulose sodium salt and po- 
tassium salt are preferable, and the sodium salt is more 
preferable. 

[0061] When the gas generating agent includes the 
components (a) , (b) and (c), a content of the component 

(a) is preferably 5 to 60% by weight, more preferably 1 5 
to 55% by weight. A content of the component (b) is pref- 
erably 40 to 95% by weight, more preferably 45 to 85% 
by weight. A content of the component (c) is preferably 
0.1 to 25% by weight, more preferably 0.1 to 15% by 
weight, still more preferably 0.1 to 10% by weight. 
[0062] A preferable embodiment of the gas generat- 
ing agent including the components (a) , (b) and (c) can 
be one comprisin g (a) nitroguanidine J b ) a basic co pper: 
nitrateandj ^carbox ymethyl cehulose sodium salt. In 
this case, conFents are preferably 15 to 55% by weight 
of (a) nitroguanidine, 45 to 70% by weight of (b) a basic 
copper nitrate and 0.1 to 15% by weight of (c) car- 
boxymethyl cellulose sodium salt. 

[0063] Other preferable embodiment of the gas gen- 
erating agent including the components (a) , (b) and (c) 
can be one comprising (a) nitroguanidine, (b) a basic 
copper nitrate and (c) guar gum. In this case, contents 
are preferably 20 to 60% by weight, more preferably 30 
to 50% by weight of (a) nitroguanidine, preferably 35 to 
75% by weight, more preferably 40 to 65% by weight of 

(b) a basic copper nitrate, and preferably 0.1 to 1 0% by 
weight, more preferably 1 to 8% by weight of (c) guar 
gum. 

[0064] Still other preferable embodiment of the gas 
generating agent including the components (a), (b) and 

(c) can be one comprising (a) nitroguanidine, (b) a basic 
copper nitrate, (c-1) guar gum and (c-2) a component 



(c) other than (c-1 ). In this case, contents are preferably 
20 to 60% by weight, more preferably 30 to 50% by 
weight of (a) nitroguanidine, preferably 30 to 70% by 
weight, more preferably 40 to 60% by weight of (b) a 
5 basic copper nitrate, preferably 0.1 to 10% by weight, 
more preferably 2 to 8% by weight of (c-1) guar gum, 
and preferably 0.1 to 10, more preferably 0.3 to 7% by 
weight of (c-2). 

[0065] Still other preferable embodiment of the gas 
10 generating agent including the components (a), (b) and 
(c) can be one comprising (a) nitroguanidine, (b) a basic 
copper nitrate, (c-1) carboxymethyl cellulose sodium 
salt, (c-2) a component (c) other than (c-1). In this case, 
contents are preferably 1 5 to 50% by weight of (a) nitro- 
ns guanidine, preferably 30 to 65% by weight of (b) a basic 
copper nitrate, preferably 0.1 to 15% by weight of (c-1) 
carboxymethyl cellulose sodium salt, and 1 to 40% by 
weight of (c-2). 

[0066] Still other preferable embodiment of the gas 
20 generating agent including the components (a), (b) and 
(c) can be one comprising (a) dicyandiamide, (b) a basic 
copper nitrate and (c) carboxymethyl cellulose sodium 
salt. In this case, contents are preferably 15 to 25% by 
weight of (a) dicyandiamide, preferably 60 to 80% by 
25 weight of (b) a basic copper nitrate, and preferably 0.1 
to 20% by weight of (c) carboxymethyl cellulose sodium 
salt. 

[0067] Still other preferable embodiment of the gas 
generating agent inlcuding the components (a), (b) and 

30 (c) can be one comprising (a) dicyandiamide, (b) a basic 
copper nitrate, (c-1) carboxymethyl cellulose sodium 
salt, and (c-2) a component (c) other than (c-1). In this 
case, contents are preferably 1 5 to 25% by weight of (a) 
dicyandiamide, preferably 55 to 75% by weight of (b) a 

35 basic copper nitrate, preferably 0 to 10% by weight or 
0.1 to 10% by weight of (c-1) carboxymethyl cellulose 
sodium salt, and 1 to 20% by weight of (c-2). 
[0068] Still other preferable embodiment of the gas 
generating agent including the components (a), (b) and 

40 (c) can be one comprising (a) nitroguanidine, (b) stron- 
tium nitrate, (c-1) carboxymethyl cellulose sodium salt 
and (c-2) Japanese acid clay. 

[0069] In the process of the invention, a combustion 
regulator (combustion improving agent) can be incorpo- 

45 rated into the two or more starting components. The 
combustion improving agent is a component acting to 
improve combustion properties such as burning rate, 
duration of combustion, ignitability, etc. of the gas gen- 
erating agent as a whole. As the combustion improving 

50 agent, at least one selected from the group consisting 
of silicon nitride, alkali metal or alkaline earth metal ni- 
trites, nitrates, hydrochlorides or perchlorates (KN0 3 , 
NaN0 3 , KCI0 4 , etc.), iron (Ml) oxide hydroxide [FeO 
(OH)], copper oxide, iron oxide, zinc oxide, cobalt oxide 

55 and manganese oxide can be proposed. Among these, 
when iron (III) oxide hydroxide [FeO(OH)] is used, com- 
bustion of the binder containing a large number of car- 
bon atoms is improved excellently, thereby improving 
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combustion of the gas generating agent as a whole. 
[0070] An amount of the combustion improving agent 
blended is preferably 1 to 1 0 parts by weight, more pref- 
erably 1 to 5 parts by weight to the total (100 parts by 
weight) of the components (a) and (b) or the compo- 
nents (a), (b) and (c). 

[0071] In the process of the invention, the gas gener- 
ating agent can be molded in a desired shape, for ex- 
ample in the form of a single-perforated cylinde r, a per- 
forated (porous) cylinder, or a pellet. 
[0072] The gas generating agent obtained in the proc- 
ess of the invention desirably satisfies one, two or three 
requirements selected from the following requirements 
(x), (y) and (z) : 

(x) A shape of the molded article is in the form of a 
single-perforated cylinder or a perforated (porous) 
cylinder. By satisfying the requirement (x), the com- 
bustion area can be increased, so that combustion 
performance can be imporved; 
(y) A reduced mass ratio of the molded article after 
being kept at 110°C for 400 hours is 1% or less, 
preferably 0.6% or less. By satisfying the require- 
ment (y), thermal stability can be improved, so that 
the stable combustion performance can be main- 
tained for a prolonged period of time; and 
(z) The mass reduction by heating of the molded 
article is 0.7% by weight or less, preferably 0.5% by 
weight or less, more preferably 0.3% by weight or 
less. By satisfying the requirement (z), the strength 
of the molded article can be maintained, so that the 
stable combustion performance can be maintained 
for a prolonged period of time. 

[0073] When the moisture at the time of production of 
the gas generating agent is replaced by an equal volume 
of an organic solvent, for example, alcohols such as iso- 
propanol, butanol, etc., esters such as ethyl acetate, 
etc., ethers such as isopropyl ethers, or ketones such 
as acetone, methyl ethyl ketone, etc., the mass reduc- 
tion by heating of the molded article in the requirement 
(z) is 0.7% by weight or less, preferably 0.5% by weight 
or less, more preferably 0.3% by weight. 
[0074] The gas generating agent obtained in the proc- 
ess of the invention can be applied to, for example, an 
air bag inflator for a driver side, an air bag inflator for a 
passenger side, an air bag inflator for a side collision, 
an inflatorfor an inflatable curtain, an inflator for a knee- 
bolster, an inflator for an inflatable seat belt, an inflator 
for a tubular system and an inflator for a pretensioner in 
various vehicles. 

[0075] The gas generating agent obtained in the proc- 
ess of the invention can be used not only as the gas 
generating agent for inflators but also as an igniting 
agent called an enhancer (or booster) for transmitting 
the energy of a detonator or a squib to the gas generat- 
ing agent. 



Examples 

[0076] Hereinafter, the present invention is described 
in more detail by reference to the examples, however, 
5 the present invention is not limited to these only. 

Example 1 (Batch system) 

[0077] As the starting components, 27.6% by weight 
of nitroguanidine, 33.0% by weight of a basic copper ni- 
trate, 1 .9% by weight of guar gum and 37.5% by weight 
of ion-exchanged water (electrical conductance, 1 u.S/ 
cm) were introduced into a kneader and mixed at the 
temperature of 70°C for 30 minutes. 
[0078] After the starting components were mixed, the 
temperature inside the kneader was maintained at 80°C 
for 8 hours, and water vapor was removed by volatiliza- 
tion through a vent hole of the kneader. The content of 
moisture in the mixture was 15.5% by weight. Thereaf- 
ter, the temperature of the mixture was reduced to 45°C 
under stirring in the kneader. Then, the mixture was re- 
moved from the kneader, transferred to an aging unit 
capable of regulating temperature, and aged for 8 hours 
at the temperature of at 40° C. 

[0079] After aging, the mixture was fed to an extruder 
and molded at the molding pressure of 63 MPa to give 
a single-perforated strand. This strand was fed to a cut- . j : 1 1 
ting machine and cut to give a single-perforate d, cylin- * ' • 
drical gas generating agent (having the outer diameter A l 
of 2.4 mm, the inner diameter of 0.7 mm, and the length ' 
of 4.0 mm). y^s 
[0080] Thereafter, the gas generating agent was f 
placed in a drying oven, p re-dried at the temperature of 
30°C and further dried at 80°C until the mass reduction 
by heating became 0.3% by weight or less, followed by 
sifting to give a final product. 

[0081] The reduced mass ratio of the obtained gas 
generating agent after 400 hours was 0.4% by weight, 
which was determined in the thermal stability test de- 
scribed below. A lower reduced mass ratio indicates 
higher thermal stability, that is, decomposition hardly oc- 
curs even for a prolonged period of time (for example, 
for over 10 years). 



[0082] 40 g of a gas generating agent was placed into 
an aluminum container, a total weight thereof was meas- 
ured, and (total weight - weight of the aluminum contain- 
er) was assumed to be the weight of the sample before 
the test. The aluminum container containing the sample 
was placed in an SUS thick container (having the inter- 
nal volume of 118.8 ml), covered with a lid, and placed 
in a thermostat bath at 110°C. The container had been 
in a closed state by means of a rubber packing and a 
clamp. After a predetermined time passed, the SUS 
thick container was removed from the thermostat bath, 
and when the container was returned to room tempera- 
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ture, the container was opened, and the aluminum con- 
tainer was removed therefrom. The total weight of the 
sample inclusive of the aluminum container was meas- 
ured, and (total weight - weight of the aluminum contain- 
er) was regarded as the weight of the sample after the 
test. The thermal stability was evaluated by determining 
the reduced mass ratio by comparing the change in the 
weight before and after the test. The reduced mass ratio 
was obtained from [(weight of the gas generating agent 
before the test - weight of the gas generating agent after 
the test)/weight of the gas generating agent before the 
test] x 100. 

Example 2 (Continuous system) 

[0083] 36.8% by weight of nitroguanidine, 44.0% by 
weight of the basic copper nitrate, 2.5% by weight of 
guar gum and 1 6.7% by weight of ion-exchanged water 
(electrical conductance 1 u,S/cm) were introduced 
through a raw-material inlet of a screwed twin-shaft ex- 
truder, and kneaded. Kneading was conducted at the 
temperature of 80°C for the kneading time (retention 
time) of 2 minutes. Thereafter, the mixture was extru- 
sion-molded and cut to give a singlejDerfo rated gas gen- 
erating agent (having the outer diameter of 2.4 mm, the 
inner diameter of 0.7 mm, and the length of 4.0 mm). 
Then, the gas generating agent was introduced into a 
drying oven, pre-dried at the temperature of 30°C and 
further dried at 80°C until the mass reduction by heating 
became 0.3% by weight or less, followed by sifting to 
give a final product. The reduced mass ratio of the gas 
generating agent after 400 hours was 0.45% by weight. 

Example 3 (Continuous system) 

[0084] A s in gier nerf o rated cylindrical gas generating 
agent (having the outer diameter of 2.4 mm, the inner 
diameter of 0.7 mm and the length of 4.0 mm) was pro- 
duced in the same manner as in Example 2 using of a 
twin-screw extruder in which a die for giving a single- 
perforated cylindrical molded article was attached to the 
extrusion orifice. The mass reduction by heating of the 
gas generating agent was 0.3% by weight or less, and 
the reduced mass ratio thereof after 400 hours was 
0.45% by weight. 



Claims 

1. A process for producing a gas generating agent, 
which comprises the first step of feeding at least two 
starting components including a fuel and an oxidiz- 
ing agent and stirring and mixing them in the pres- 
ence of moisture, the second step of extrusion- 
molding the mixture and cutting it, and the third step 
of drying it. 

2. The process for producing a gas generating agent 



according to claim 1 , wherein, in the first step, each 
of the at least two starting components are fed with 
moisture and then mixed. 

5 3. The process for producing a gas generating agent 
according to claim 1 , wherein, in the first step, the 
at least two starting components and moisture are 
simultaneously fed and then mixed. 

10 4. The process for producing a gas generating agent 
according to claim 1 , wherein, in the first step, the 
at least two starting components are mixed and si- 
multaneously fed with moisture. 

*5 5. The process for producing a gas generating agent 
according to claim 1 , wherein, in the first step, the 
at least two starting components are preliminarily 
mixed, then fed with moisture, and further mixed. 

20 6. The process for producing a gas generating agent 
according to any one of claims 1 to 5, wherein the 
moisture is fed by spraying. 

7. The process for producing a gas generating agent 
25 according to any one of claims 1 to 6, wherein the 

moisture is an aqueous solution, water or water va- 
por. 

8. The process for producing a gas generating agent 
30 according to any one of claims 1 to 7, wherein the 

moisture has an electrical conductance of not high- 
er than 2 u.S/cm, and is used in the form of an aque- 
ous solution, water or water vapor. 

35 9. The process for producing a gas generating agent 
according to any one of claims 1 to 8, wherein the 
moisture is ion-exchanged water and/or distilled 
water. 

The process for producing a gas generating agent 
according to any one of claims 1 to 9, wherein, in 
the first step, an amount of moisture in the mixture 
of the starting components is adjusted to 5 to 60% 
by weight. 

The process for producing a gas generating agent 
according to any one of claims 1 to 10, wherein the 
mixing conditions in the first step are the tempera- 
tures of 20 to 1 00°C and the time of 1 0 to 1 20 min- 
utes. 

12. The process for producing a gas generating agent 
according to any one of claims 1 to 1 0, wherein the 
mixing conditions in the first step are the tempera- 
tures of 20 to 100°C and the time of 1 to 10 minutes. 

13. The process for producing a gas generating agent 
according to any one of claims 1 to 12, wherein, in 
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the first step, the moisture is partially removed by 
volatilization while mixing. 

14. The process for producing a gas generating agent 
according to any one of claims 1 to 12, wherein, in 
the first step, the moisture is partially removed by 
volatilization after mixing. 

15. The process for producing a gas generating agent 
according to claim 14, wherein the moisture is re- 
moved by volatilization at a higher temperature by 
0 to 80°C than the temperature atthe time of mixing. 

16. The process for producing a gas generating agent 
according to claim 1 3, 1 4 or 1 5, wherein, in the first 
step, the moisture is removed by volatilization so 
that an amount of moisture in the mixture of the 
starting components is reduced to 5 to 30% by 
weight. 

17. The process for producing a gas generating agent 
according to any one of claims 1 to 16, wherein, in 
the first step, the moisture is partially removed by 
volatilization while mixing, and then cooling treat- 
ment is performed. 

18. The process for producing a gas generating agent 
according to claim 1 7, wherein the temperature of 
the mixture after cooling treatment is 30 to 65°C. 

19. The process for producing a gas generating agent 
according to claim 1 7 or 1 8, wherein the stirring ro- 
tation at the time of the cooling treatment is re- 
versed and/or forwarded. 

20. The process for producing a gas generating agent 
according to any one of claims 1 to 19, which in- 
cludes an aging step of keeping the mixture at 30 
to 50°C for 8 hours or more between the first and 
second steps. 

21. The process for producing a gas generating agent 
according to any one of claims 1 to 20, wherein an 
amount of moisture in the mixture of the starting 
compounds at the time of being transferred from the 
first step to the second step is 5 to 30% by weight. 

22. The process for producing a gas generating agent 
according to any one of claims 1 to 20, wherein an 
amount of moisture in the mixture of the starting 
compounds at the time of extrusion-molding in the 
second step is adjusted to 5 to 30% by weight. 

23. The process for producing a gas generating agent 
according to any one of claims 1 to 20, wherein, at 
the time of extrusion molding in the second step, 
the mixture is pre-molded at the molding pressure 
of 70 MPa or less and then molded at the molding 
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pressure of 70 MPa or less. 

24. The process for producing a gas generating agent 
according to any one of claims 1 to 23, wherein, in 
the third step, the mixture is dried so that an amount 
of moisture in the gas generating agent is reduced 
to 0.7% by weight or less. 

25. The process for producing a gas generating agent 
according to claim 24, wherein, in the third step, the 
mixture is pre-dried at 20 to 40°C and then further 
dried at 80 to 120°C. 

26. The process for producing a gas generating agent 
according to any one of claims 1 to 25, which further 
includes classification treatment after the third step . 

27. The process for producing a gas generating agent 
according to any one of claims 1 to 26, wherein the 
fuel is a nitrogen-co ntainingj?ompgund. 

28. The process for producing a gas generating agent 
according to claim 27, whej^einttTe_njto 
taining compound is a guanidine derivative. 



29. The process for producing a gas generating agent 
according to any one of claims 1 to 28, wherein the 
oxidizing agent is a basic metal nitrate. 

30 30. The process for producing a gas generating agent 
according to any one of claims 1 to 29, wherein the 
fuel is nitroguanidine, and the oxidizing agent is a 
basic copper nitrate. 
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31. The process for producing a gas generating agent 
according to any one of claims 1 to 30, wherein an 
additive is further included as the at least two start- 
ing components. 

32. The process for producing a gas generating agent 
according to claim 31 , wherein the additive is a bind- 
er and/or a slag-forming agent. 



33. 



34. 



35. 



The process for producing a gas generating agent 
according to claim 32, wherein the viscosity of 
aqueous solution in 1 % by weight of the binder is 
100 to 10,000 mPas. 



The gas generating agent according to claim 32 or 
33, wherein the additive is guar gum or carboxyme 
thyl cellulose sodium salt. 



The process for producing a gas generating agent 
according to any one of claims 1 to 34, wherein, in 
the first step, an aqueous solution of the binder is 
fed as the moisture. 



36. The process for producing a gas generating agent 
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according to any one of claims 1 to 35, wherein 
there is obtained a molded article having one, two 
or three requirements selected from the following 
requirements (x), (y) and (z): 

(x) a shape of the molded article is in the form 
of a 

single-perforated cylinder or a perforated (po- 
rous) cylinder, (y) a reduced mass ratio of the 
molded article after being kept at 1 1 0°C for 400 
hours is 1% or less, and 
(z) a mass reduction by heating of the molded 
article is 0.7% by weight or less. 

37. A process for producing a gas generating agent 
comprising at least two starting components includ- 
ing a fuel and an oxidizing agent, which includes the 
step of kneading and mixing the starting compo- 
nents in the presence of moisture by a screwed 
twin-shaft extruder. 

38. The process for producing a gas generating agent 
according to claim 37, wherein the screwed twin- 
shaft extruder is a twin-screw extruder. 

39. The process for producing a gas generating agent 
according to claim 37 or 38, which further includes 
the step of extrusion-molding and cutting the knead- 
ed material and the step of drying it. 

40. The process for producing a gas generating agent 
according to claim 37 or 38, which includes the step 
of kneading the mixture in a screwed twin-shaft ex- 
truder provided with a die in the extrusion orifice 
thereof in the kneading step, extrusion-molding it in- 
to an article of desired shape through the die, and 
immediately cutting it and the step of drying the ar- 
ticle. 

41. The process for producing a gas generating agent 
according to claim 37 or 38, which comprises the 
step of kneading the mixture in a screwed twin-shaft 
extruder provided with a die in the extrusion orifice 
thereof in the kneading step, extrusion-molding it 
through the die to give a molded article in the form 
of a strand and then cutting it and the step of dying it. 

42. The process for producing a gas generating agent 
according to any one of claims 37 to 41 : wherein, in 
the kneading step, an amount of moisture in the 
mixture of the starting components is adjusted to 5 
to 60% by weight. 

43. The process for producing a gas generating agent 
according to any one of claims 37 to 42, wherein an 
additive is further used as a starting component in 
the kneading step. 



44. The process for producing a gas generating agent 
according to any one of claims 37 to 43, wherein, in 
the kneading step, the at least two starting compo- 
nents are preliminarily mixed and fed to a screwed 

5 twin-shaft extruder. 

45. The process for producing a gas generating agent 
according to claim 44, wherein, when the starting 
components are three kinds of components i.e. fuel, 

10 an oxidizing agent and an additive, only the oxidiz- 
ing agent and the additive are preliminarily mixed, 
and the mixture and fuel are fed to a screwed twin- 
shaft extruder. 

15 46. The process for producing a gas generating agent 
according to any one of claims 37 to 45, wherein 
the moisture is fed separately from the starting com- 
ponents to a screwed twin-shaft extruder, or the 
moisture is added to part or the whole of the starting 

20 components. 

47. The process for producing a gas generating agent 
according to any one of claims 37 to 46, wherein 
the moisture is an aqueous solution, water or water 

25 vapor. 

48. The process for producing a gas generating agent 
according to any one of claims 37 to 47, wherein 
the moisture has an electrical conductance of not 

30 higher than 2 u-S/cm, and is used in the form of an 
aqueous solution, water or water vapor. 

49. The process for producing a gas generating agent 
according to any one of claims 37 to 48, wherein 

35 the moisture is ion-exchanged water and/or distilled 
water. 

50. The process for producing a gas generating agent 
according to any one of claims 37 to 49, wherein 

40 the mixing conditions in the kneading step are the 
temperature of 20 to 1 00°C and the time of 1 to 1 0 
minutes. 

51. The process for producing a gas generating agent 
45 according to any one of claims 37 to 50, wherein, in 

the kneading step, the moisture is partially removed 
by volatilization while mixing. 

52. The process for producing a gas generating agent 
50 according to any one of claims 37 to 51 , which in- 
cludes the aging step of keeping the mixture at 30 
to 50°C for 8 hours or more between the kneading 
step and its subsequent step. 

55 53. The process for producing a gas generating agent 
according to any one of claims 37 to 52, wherein an 
amount of moisture in the mixture of the starting 
compounds at the time of being transferred from the 
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kneading step to its subsequent step is 5 to 30% by 
weight. 

54. The process for producing a gas generating agent 
according to any one of claims 37 to 53, wherein an 5 
amount of moisture in the mixture of the starting 
compounds at the time of molding or extrusion- 
molding in an extruder is adjusted to 5 to 30% by 
weight. 

10 

55. The process for producing a gas generating agent 
according to any one of claims 37 to 54, wherein 
the mixture is pre-molded at the molding pressure 
of 70 MPa or less at the time of molding and then 
molded at the molding pressure of 70 MPa or less. 15 

56. The process for producing a gas generating agent 
according to any one of claims 37 to 55, wherein, in 
the drying step, the mixture is dried so that an 
amount of moisture in the gas generating agent is 20 
reduced to 0.7% by weight or less. 

57. The process for producing a gas generating agent 
according to claim 56, wherein, in the drying step, 

the mixture is pre-dried at 20 to 40°C and then dried 25 
at 80 to 120°C. 

58. The process for producing a gas generating agent 
according to any one of claims 37 to 57, which fur- 
ther includes classification treatment after the dry- 30 
ing step. 

59. The process for producing a gas generating agent ' 
according to any one of claims 37 to 58, whereinj 
the fuel of the at least two starting components is dm 35 
nitrogen-containing compound. 

60. The process for producing a gas generating agent 
according to claim 59, wherein the nitrogen-conj 
taining compound is a guanidine derivative. f 40 

61. The process for producing a gas generating agent 
according to any one of claims 37 to 60, wherein*! 
the oxidizing agent of the at least two starting com| 
ponents is a basic metal nitrate. f 45 

62. The process for producing a gas generating agent? 
according to any one of claims 37 to 61 , wherein!! 
the fuel is nitroguanidine, and the oxidizing agent is} 

a basic copper nitrate. " so 

63. The process for producing a gas generating agent 
according to any one of claims 37 to 62, wherein an 
additive is further contained as the at least two start- 
ing compounds. 55 

64. The process for producing a gas generating agent 
according to claim 63, wherein the additive is a bind- 



er and/or a slag-forming agent. 

65. The process for producing a gas generating agent 
according to claim 64, wherein the viscosity of 
aqueous solution in 1 % by weight of the binder is 
100 to 10,000 mPas. 

66. The process for producing a gas generating agent , 
according to claim 64 or 65, wherein the additive is / 
guar gum or carboxymethyl cellulose sodium salt. / 

67. The process for producing a gas generating agent 
according to any one of claims 37 to 66, wherein an 
aqueous solution of the binder is fed as the moisture 
in the first step. 

68. The process for producing a gas generating agent 
according to any one of claims 37 to 67, wherein 
there is obtained a molded article having one, two 
or three requirements selected from the following 
requirements (x), (y) and (z): 

(x) a shape of the molded article is in the form 
of a single-perforated cylinder or a perforated 
(porous) cylinder, 

(y) a reduced mass ratio of the molded article 
after being kept at 110°C for 400 hours is 1% 
or less, and 

(z) a mass reduction by heating of the molded 
article is 0.7% by weight or less. 

69. A gas generating agent obtained by feeding at least 
two starting components including a fuel and an ox- 
idizing agent and mixing and molding the mixture in 
the presence of a solvent, said gas generating 
agent having one, two or three requirements select- 
ed from the following requirements (x), (y) and (z) : 

(x) a shape of the molded article is in the form 
of a single-perforated cylinder or a perforated 
(porous) cylinder, 

(y) a reduced mass ratio of the molded article 
after being kept at 110°C for 400 hours is 1% 
or less, and 

(z) a mass reduction by heating of the molded 
article is 0.7% by weight or less. 

70. The gas generating agent according to claim 69, 
wherein a solvent fed to the starting components is 
moisture in the form of an aqueous solution, water 
or water vapor, or an organic solvent. 

71. The gas generating agent according to claim 70, 
wherein the moisture has an electrical conductance 
of not higher than 2 u.S/cm. 

72. The gas generating agent according to claim 70 or 
71, wherein the moisture is ion-exchanged water 
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and/or distilled water. 

73. The gas generating agent according to any one of 
claims 69 to 72, wherein the fuel of the at least two 
starting components is a nitrogen-containing com- 
pound. 

74. The gas generating agent according to claim 73, 
wherein the nitrogen-containing compound is a 
guanidine derivative. 

75. The gas generating agent according to any one of 
claims 69 to 74, wherein the oxidizing agent of the 
at least two starting components is a basic metal 
nitrate. ^ 

76. The gas generating agent according to any one of 
claims 69 to 75, wherein the fuel is nitroguanidine, 
and the oxidizing agent is a basic copper nitrate. 

77. The gas generating agent according to any one of 
claims 69 to 76, wherein an additive is further in- 
cluded as the at least two starting components. 

78. The gas generating agent according to claim 77, 
wherein the additive is a binder and/or a slag-form- 
ing agent. 

79. The gas generating agent according to claim 78, 
wherein the viscosity of aqueous solution in 1 % by 
weight of the binder is 1 00 to 1 0,000 mPas. 

80. The gas generating agent according to claim 78 or 
79, wherein the additive is guar gum orcarboxyme- 
thyl cellulose sodium salt. 

81. The gas generating agent according to any one of 
claims 69 to 80, wherein a binder solution is fed as 
the solvent. 

82. The gas generating agent according to any one of 
claims 69 to 81, which is obtained by a process 
comprising the first step of feeding at least two start- 
ing components containing a fuel and an oxidizing 
agent, stirring and mixing them in the presence of 
moisture, the second step of extrusion-molding the 
mixture and cutting it, and the third step of drying it. 

83. The gas generating agent according to any one of 
claims 69 to 81 , which is obtained by a process in- 
cluding the step of kneading and mixing the starting 
components in the presence of a solvent in a 
screwed twin-shaft extruder. 

84. The gas generating agent according to claim 83, 
which is obtained by the process in which the 
screwed twin-shaft extruder is a twin-screw extrud- 
er. 



85. The gas generating agent according to claim 83 or 
84, which is obtained by the process including the 
step of kneading and mixing the starting compo- 
nents in the presence of a solvent in a screwed twin- 
shaft extruder, the step of extrusion-molding and 
cutting the kneaded material and the step of drying 
it. 

86. The gas generating agent according to claim 83 or 
84, which is obtained by the process comprising the 
step of kneading and mixing the mixture in a 
screwed twin-shaft extruder provided with a die in 
the extrusion orifice thereof in the kneading step, 
extrusion-molding it into an article of desired shape 
through the die and immediately cutting it, and the 
step of drying it. 

87. The gas generating agent according to claim 83 or 
84, which is obtained by the process comprising the 
step of kneading and mixing the mixture in a 
screwed twin-shaft extruder provided with a die in 
the extrusion orifice thereof in the kneading step, 
extrusion-molding it through the die to give a mold- 
ed article in the form of a strand and then cutting it, 
and the step of dying the article. 
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"special technical features" of claims 1 to 36 relate to 
. [a method for producing a gas generating agent, which comprises a first step 
.of "feeding two or more raw material components including a fuel and an oxidizing 

agent and agitating them in the presence of water to admix them, a second step 

of forming the resulting mixture by pressing and cutting the formed product, 

and a third step of drying the cut product] . 

"special technical features" of claims 37 to 68 relate to 

(a method for producing a gas generating agent comprising two or more raw 

material components including a fuel and an oxidizing agent, which comprises 

a step of taieading the raw material components in the presence of water by means 

of a twin-screw extruder] . 

"special technical features* of claims 37 to 68 relate to 

[a gas generating agent which is obtained by feeding two or more raw material 

components including a fuel and an oxidizing agent and admixing and forming them 

in the presence of a solvent and satisfies one, two or three requirements selected 

from the following requirements (x) , (y) and (z) : 

(x) the resulting formed product has a cylindrical shape having a single 

hole or a plurality of holes, 

(y) the formed product exhibits a weight reduction of 1 % or less when 

held at 110°C for 400 hr, and 

(z) the formed product has a weight reduction by heating of 0.7 wt % or less. 
Accordingly, there is no technical relationship among these inventions 

involving one or more of the same or corresponding special technical features, 

and therefore, these inventions are not so linked as to form a single general 

inventive concept. 
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